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SUUSCf* Cei**entis on OSFA ^interrogation Import 1-1138 


1. Reference is ©ad* to X0 t H<|. OSFA report 1-1138# subject* "/JtKHAPOSiSRIY 

svmMxn wmmt (ahkiw KOKBKiAf )•*# m m. 6um. 

2. 1t*e referenced report is considered by this Agency to b* an extremely 
valuable on*. It is believed# however# that the users of the report ss well 
m the preparing interrogators will find the following cos»snts on the report 
prepared by this Agency to be of value* 


«• *Oa page 2 under "Production" the statement is made that the 
weed palp is used for wrapping paper and also for cellulose to 
be meed in the manufacture of rayon and nitro-eellulasej it ia 
believed that this statement is in error since cellulose for 
lugea swet be specially processed and that made for wrapping 
paper ia not of sufficient purity for this purpose, the earns 
weuM apply to cellulose to be used in the manufacture of nitro- 
cellulose, there ia usually too much heai-cclluloee, pentosans# 
pi, etc. present in the cellulose anaratfactured for wrapping 
paper purposes to allow a uniform chemical reaction when 
processed into rayon, these aforementioned impurities if con- 
tained in nitro-cell uloee would produce a commodity which would 
deteriorate in a short period of tine. 


b. »Ga page 3 it is indicated that the digesters are steam 

boilers which if an error# for no attempt is ©ad# to generate 
eteaa in this apparatus] it is used entirely for treatment of 
i&e weed chips in order to break down the contained impurities. 

It Is also doubted that reboiling or reprocessing is repeated 
4 tines since wood to treated would be ebsolutely unfit for cellu- 
lose usage. A further statement indicates that bleaching takes 
place in the digesters, lids is in error since the bleaching 
•elation would attack the iron fittings giving the cellulose a 
very red appearance due to the inclusion of the iron oxides. 

On the same page the statement is made that after treating the 
weed pulp with "calcium hydrochloride* the digesters are drained 
sad the fluid goes to a building where chemical* are extracted 
and used for new processes. If say chemicals are to be extract- 
ed from the digesting of wood, it is usually practiced immediately 
after the wood is digested and always before bleaching takes ef- 
fect. 
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8# % peg* 4 the eta tenant la made that the wood pula it sorted 
fcjr mttfeinaa to take out fiber* which are not thoroughly boll- 
84* It is probably meant here that the pulp ia pasted through 
8 eerie# of packer screens to take out t*gr small knot* which 
art mt returned for reprocessing as indicated. In the second 
paragraph of page 4 It la evident that a description of a 
$®ardl*iier machine ia indicated, this -.a chine 1* not « sifting 
mashisi# hut one on which the paper is formed, dried, and finish- 
ed* Ihe description Indicates tut the finished paper la 25 ft. 
wide which la believed to he in error, time there are very 
few machines in the U, 8, that will even approach thia site, 
tfe# report ia the same paragraph la in error when It atatea 
that cellulose ia made ia the same manner, for the sheets or 
lap* are *a*de in an entirely different manner and Is different 
equipment, 

d* "la the last paragraph on page 4 mention ia made of 2 basins 
«f salt eolation where bleaohiag compound Is manufactured. It 
&m evident that the description here means calcium hypochlorite 
which is a bleach and not calcium chloride as indicated, 

•* P*g* 5 it ie indicated that 4000 person# are employed on a ■ 
3-4 hoa** shift each day per week baeia, From this it is evident 
that the author is very aaach in error and is grossly exaggerat- 
es* or that the paper mills indicated arc operating on a very 
meh overstaffed basis. It will be remembered on page 2 that 
the production of wrapping paper and cellulose was at the rate 
ef 130 tons per 24 hour period which is not a large mill and 
certainly would net employ 4000 persons, 200 people would be 
more than enough for a plant of this also, 

f» "Page 13 indicate# that sulfuric acid is produced at this plant 
which la believed to be In error and what is meant is the eolu- 
tiea for proccaelng the wood chips. It 1® «i®htd to draw atten- 
tion to the fact that the subject never entered the digester 
building nor the paper production building, but attempts to give 
a fill description of the process and the equipment* 

g« *0n page 15 in listing equipment it will be noted that so mention 
is made of paper asking equipment such as a Fourdinier or cylinder 
machine, 

b* "On page 19, wader "Researchy it is indicated that the laboratory 
ia presently not used in the plants it should b® pointed out 
that it la necessary that extensive tests be conducted dur ing 
MOttfacture to product cellulose of a satisfactory grad® for 
rayon or nltro-eaUulo#© manufacture. 

i* page 19 under ** Stockpiles", it ia doubted very much that 
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the practice as to the log piling is conducted In the Banner 
Indicated, i»e,, using up all wood before any new logs are 
brought in, this would mean that the plant would have to 
•hut down for « period of time each year. It is desired to 
point out that the logs do not depreciate in the time in- 
dicated," 
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